JEWELRY MAKING
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PROCESSES

Placing

the

Wires

Drilling

Ring
Making
p. 112

Ring
Making

Dome
Making

Soldering

Cleaning
p. 70

Polishing
p. 71

Coloring
p. 72

Insert the wire ends in the holes of the bead.
Make sure the bead is divided by the wires into
four equal parts and the wires must touch the
bead at all points.

Drill a hole in the foundation in the center of
each of the four sections formed by the wires.

Make four rings to fit these sections.

Fine silver wire 20-gauge.

Make eight rings to fit the triangular sections

formed by the wires.

Fine silver wire 22-gauge.

Make two rings to fit around the holes in each

end of the bead.

Sterling silver sheet 26-gauge.

Cut and dome four disks the inside diameter of

the four rings.

JOINING THE ORNAMENT AND THE
FOUNDATION

Bind and solder the rings and domes in place.

Remove scratches and excess solder with a file
and scotch stone.

Buff with a bristle buffing wheel and tripoli.
Polish with a cloth buffing wheel and rouge.

Color with potassium sulphide solution.
Remove any excess solder with whiting.
Polish with a chamois buffing wheel.